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PROCESSES

Making
Smooth
Waved
Wire
p. 105

Binding

Soldering
Shaping

Soldering
Piercing
p. 35

Soldering
the

cup

Cleaning

p. 70

Polishing

p. 71

Coloring

p. 72

Setting

the

Stone

p. 165

Setting

the

Clip

Make a waved wire smooth and flat as shown
in Fig. 31.

JOINING THE ORNAMENT AND THE
FOUNDATION

Bind the bezel, bearing, and wires to the foun-
dation.
Solder together.

Curve the waved wire to touch the bezel and

one end of the foundation wire.

Solder the waved wire and balls in place.

Pierce the silver inside the bezel if the stone is

transparent or translucent.

Solder the joint of the clip at the center top

with the hook up.

Clean in pickle and remove excess solder and
scratches with a file and scotch stone.
Buff with bristle buffing wheel and tripoli.
Polish with a cloth buffing wheel and rouge.
Color with potassium sulphide solution.
Remove any excess color with whiting.
Set the stone.

Fasten the two protruding ends on the clip in
the joint; fasten the spring on the hook.